Permanent Painting

therefore carmine should never be used on any paint-
er's palette.

CARMINE LAKE

Carmine lake is a deep maroon which is made after
the first coloring matter is extracted from the cochi-
neal bug. It may have a pleasing maroon shade, and
it may have good working qualities, but in six days in
the bright sunlight it shows a loss of brilliancy and
begins to fade. This quality should eliminate it as a
pigment for artistic use. It is decomposed in the pres-
ence of the ochres.

CARNATION LAKE
Prior to 25 years ago this lake was a carmine de-
rivative. Within the last 20 years the author has
found a carmine sold under the name of carnation
lake which was evidently a wood extract and fugitive,
and another sample 'which was a reduced form of
madder lake. The former was fugitive and useless.
The latter, while not very brilliant, was permanent,
so that, at this writing, it is impossible to say whether
carnation lake, as a general statement, is permanent
or not, for it depends entirely upon the maker. Under
the circumstance it is advisable not to use it for it is
not essential, as the same shade is sold under the name
of scarlet madder.
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